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gg (54 > Tit,e: PROTON-CONDUCTING POLYMER MEMBRANE COMPRISING SULFONIC ACID-CONTAINING 
= POLYAZOLES, AND USE THEREOF IN FUEL CELLS 

(54) Bezeichnung: PROTONENLEITENDE POLYMERMEMBRAN UMFASSEND SULFONSAUREGRUPPEN ENTHAL- 
S TENDE POLYAZOLE UND DEREN ANWENDUNG IN BRENNSTOFFZELLEN 

= (57) Abstract: The invention relates to proton-conducting polymer membranes which comprise sulfonic acid-containing polyazoles 
= and can 1x5 obtained by a method comprising the following steps: A) one or several aromatic and/or heteroaromatic tetra-amino 
= compound/s is/are mixed with one or several aromatic and/or heteroaromatic carboxylic acid/s or the derivatives thereof, which 
^ contain at least two acid groups per carboxylic acid monomer, at least some of the tetra-amino compounds and/or the carboxylic 
acids compnsing at least one sulfonic acid group, or one or several aromatic and/or heteroaromatic diaminocarboxylic acid/s at least 
^ some of which contain sulfonic acid groups, is/are mixed in polyphosphoric acid so as to form a solution and/or dispersion- B) the 
<^ solution and/or dispersion obtained in step A) is/arc heated to temperatures of up to 350 °C under inert gas so as to form po'lyazolc 
polymers; C) a layer is applied to a support by using the mixture according to step A) and/or B); D) the membrane formed in step 
C) is treated until said membrane is self-supporting. 



(57) Zusammenfassung: Die vorliegende Erfindung betrifft protonenleitende Polymermembranen umfassend Sulfonsauregruppen 
enthaltende Polyazole erhaltlich durch ein Verfahren umfassend die Schritte A) Mischen von einem oder mehreren aromatischen 
und/odcr hctcroaromatischcn Tetra-Amino-Vcrbindungcn mit cincr oder mehreren aromatischen und/odcr hctcroaromatischcn Car- 
bonsauren oder deren Derivate, die mindestens zwei Sauregruppen pro Carbonsaure-Monomer enthalten, wobei zumindest ein Teil 
der Tetra-Anunoverbindungen und/oder der Carbonsauren mindestens eine Sulfonsauregruppe umfasst, oder Mischen von einer oder 
mehreren aromatischen und/oder heteroaromatischen DianunocarbonsSuren, von denen zumindest ein Teil Sulfonsauregruppen um- 
fasst, m Polyphosphorsaurc, untcr Ausbildung cincr Losung und/oder Dispersion, B) Erwarmen der Losung und/odcr Dispersion 
erhaltlich gemass Schritt A) unter Inertgas auf Temperaturen von bis zu 350°C unter Ausbildung von Polyazol-Polymeren C) Auf- 
bnngen einer Schicht unter Verwendung der Mischung gemass Schritt A) und/oder B) auf einem Trager, D) Behandlung der in Schritt 
C) gebildeten Membran bis diese selbsttragend ist. 
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